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(57)Abstract: 

PURPOSE: To obtain an R-T-B based permanent magnet having high coersive force 
by mixing an R-T-B based alloy powder principally composed of R2T14B and an' R-T 
based alloy powder having low R eutectic ratio and low melting point. 
CONSTITUTION: In the method for producing an R-T-B based rare earth permanent 
magnet having main compositional phase, i.e. a main phase principally comprising an 
R2T14B based intermetallic compound (R represents one or more than one kind of 
rare earth element including Y, T represents one or more than one kind of transition 
metal) and an R rich phase, the R-T-B based alloy powder containing 95% or above of 
R2T14B based intermetallic compound in surface ratio admixed with 8-15wt.% of 
R-T-B based alloy powder containing 10% or less of R eutectic in surface ratio and 
then the mixture is molded and sintered to produce a rare earth permanent magnet. 
This method produces an R-T-B based permanent magnet having high coersive force 
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